WORKING SCHEME FOR   ONE   WEEK AT THE   WORCESTER   WORKS. From 20th August to 26th August, 1894.
MONDAY, 2o'ra AUGUST, 1894.
Tank.	Time.   Discharging and Filling.	Time.   Discharging and Filling.	Strong Solution. Tons.	Weak Solution. Tons.	Wash Water, Tons.	Remarks.	Volumetric Determination of the Strength of the Solutions.
No. i <	9.15 a.m.   5 tons. 5.40 p.m. 5   „ 12.30 a.m.   5   „ 6 a.m. to	i     p.m.   5 tons. 9.5   p.m.    5   „ 3. 30 a.m.    5    » 7 a.m.   Water.	70	10 10 10	6		7 a.m. Tank No, 5. Solution contained 0-03 per cent. K. Cy.
							11.45 a.m.    Tank No. 3.    Solution contained o-oio per cent. K. Cy. 1,25 p.m.    Tank No. 3.    Solution contained 0*024 Per cent. K. Cy. 2.45 p.m.   Tank No. 3.    Solution contained 0-030 per cent. K. Cy.
No. 2 ]	9      a.m.   5 tons. 6      p.m.  5   „ i. 30 a.m.   5   „	1.15 p.m.    5 tons. 9.15 p.m.    5   „ 5.i5a.m.   5   „	40 10 10 10				
No. 3 j	8.50 a.m.   5 tons. 6.iop.m.   5   „ i      a.m.   5   „	1.25 p.m.    5 tons. 9.25 p.m.    5   „	IS IO IO 5				
No. 4	Discharging 3.15 p.m. till 6.20 p. tion tank. 8. 10 p.m.   5 tons. 3*3° a.m.  5  „	and Filling, m. from No. 3 solu-10.45 p.m.   5 tons.	10 5	IO i			
No, 5	Leaching dry,			i i			
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C/l      .        5 tons ip-m.        „           „           „                          5   „
